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BASIC-ABSTRACT: 

Linen sliver is wetted and wound up with a bobbin and then treated with hot 
alkali soln. followed by a levelling agent and thickening agent. The linen 
sliver is of 30-40 denier and 20-70 cm in length. It is immersed in^^hjo 
swell adhesive substance e.g. pectin,<tignjn^r hfml^j|ulpse-to , decrease 
adhesion strength and then treated with hot alkali soln. to dissolve and remove 
the adhesive substance. Ratio of the removing soln. is 5-25 wt.%. The sliver 
is then treated with a levelling agent and thickening agent. Concn. of the 
levelling agent and thickening agent is 0.1-1.5 wt.% and 0.3-3wt.%. The 
levelling agent used is a nonionic and anionic surfactant, esp. nonionic 
surfactant composed of a copolymer of polyethylene oxide and polypropylene 
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oxide. The thickening agent used includes starch, PVA and acrylic acid ester. 
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